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PROCESSES

Disk
Cutting
and

Doming
p. 120

Wire
Drawing
p. 96

Ring
Making

Placing
the
Small
Rings

Soldering

Bending
Binding
Soldering
Shaping

Sterling silver sheet 26-gauge.

Cut and dome six disks the diameter of the

bezel.

Sterling silver wire 10-gauge.
Draw the wire half round.

Make two rings the outside circumference of

the shank.

Bring the ends together to make an even joint.

Place the nine rings on the charcoal block in a
straight line so the joint of each ring touches
the preceding ring.

Solder the joints of the two large rings.
Solder the nine rings together.

Bend the band so the two end rings meet.
Bind the two end rings.
Solder the joint

Place the soldered band of rings on a round

mandrel.

Tap lightly with a mallet; reverse several times

on the tapered mandrel to form a perfect circle

to fit the shank.

Shape the two large rings in the same way.

True on the surface plate.